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Form the wire cloisons with small pliers to fol-
low the outline of the design.

Place the wire on a block of brass.

Use a small sharp chisel to cut wire units.

Dip the cloison in gum tragacanth solution
and flux.

Place the cloisons on the metal background;
follow the scratched line of the design.   Con-
tinue this with the other cloisons.
Place small pieces of solder on the joints of
wire and the background; use as little solder as
possible.
Solder in place.
Note: Often just the outer cloisons or the main

part of the cloisons are held on with

solder.
Clean in pickle.

Clean the metal background between cloisons
with a scraper or burnisher.
Immerse in a bowl of cold water.
Prepare the enamel.

Charge the metal background until the enamel
is level with the rim of the cloison.
Prepare for firing.